THE  CYANIDE  PROCESS.
through a small valve, and ^ the top of the tank presents a seething effervescent surface."    The arms revolve within a few minutes after starting
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the pump, even after I ho slimes have been allowed jo settle for several hours. The Trent, vat was introduced at Tonopah,  Nevada, in  ID 10.    Ooniinnons
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Fig. 1(5,1.—Hcndryx Agitator.nning agitation, the air pressure required is considerable, but when circulation is fully established, the air pressure falls off, and to avoid excessive circulation the quantity of air is kept moderate in amount. As originally used, the Brown agitator was intermittent in its action, but more recently four to six vats have been placed side by side, and worked continuously as a series.3 In this case pulp is continuously fed into the first one near the entrance to the air-lift, and is drawn ofE into a pipe placed about midway between the air-lift and the periphery of the vat, and conveyed to the second vat, and thence in succession to the others. After passing through the series of four vats, the pulp is discharged to the filter plant.
